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(57) Abstract 

A process for producing a fiber-reinforced polyamide resin composition suitable for use as a molding material, which com- 
prises feeding a liquid lactam containing an anionic polymerization catalyst and another liquid lactam containing an activator to 
an impregnation chamber which mixing both lactams at a given ratio, impregnating a long reinforcing Fiber with the lactam mix- 
ture to form a string in this chamber, forming a seamless coating layer of a thermoplastic resin around an outer periphery of the 
string, anionically polymerizing the lactam mixture contained in the string in a hot polymerization chamber, and cutting the 
string thus treated to size with or without peeling off the coating layer, thereby giving pellets. The obtained composition has a 
high adhesive strength between the reinf rcing fiber and the resin and imparts excellent properties to a molding product 
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